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Amendments to the Claims: 

This listing of claims will replace all prior versions', and listings, of claims in the 

application: 
Listing of Claims: 

1. (twice amended) A low density polystyrene foam composition containing 

polytetraflouroethylene particles for nucleation and cell size control, s§M 

pol ytetrafloumethvlene paroles having a n average diameter of less than 4 microns, and 
said polystyrene foam composition having a density less than 0.3 grams per cubic 
centimeter. 



2. (cancelled) 



3. (original) The composition of claim 1, wherein the polytetraflouroethylene particles are 
added to the product at a concentration of between 0.1 and 3.0%. 



4. (previously amended) The composition of claim 1, wherein said composition contains 
a rubber phase. 



5. (previously amended) The composition of claim 1, wherein said composition optionally 
contains a chemical blowing agent. 
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6. (previously amended) The composition of claim 5, wherein the chemical blowing agent 
comprises a combination selected from a group consisting of citric acid and bicarbonate, 
and citric salt and bicarbonate. 

7. (previously cancelled) 

8. (previously cancelled) 

9. (previously cancelled) 

10. (previously cancelled) 

1 1 . (previously cancelled) 

12. (previously cancelled) 

1 3. (previously cancelled) 

14. (previously cancelled) 

15. (currently amended) A low density polystyrene foam composition comprising a 
masterbatch composition containing polytetraflouroethylene particles for nucleation and 
cell size control, and a polystyrene carrier resin, said polytetraflouroethylene P3rticl9$ 
having an average diameter of less than 4 microns, and said polystyrene foam, composition 
having a density less than 0.3 grams per cubic centimeter. 

16. (cancelled) 

17. (previously added) The composition of claim 15, wherein the polytetraflouroethylene 
particles are added to the product at a concentration of between 0.1 and 3.0%. 
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18. (previously added) The composition of claim 15, wherein said composition contains a 
rubber phase. 



19. (previously added) The composition of claim 15, wherein said composition contains a 
chemical blowing agent. 

20. (previously added) The composition of claim 19, wherein the chemical blowing agent 
comprises a combination selected from a group consisting of citric acid and bicarbonate, 
and citric salt and bicarbonate. 
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